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CVI. AhJlraB of a Letter from Mr. Wil- 
liam Arderon, F.R.S. to Mr. Henry Baker, 
F. R. S. on the giving Magnet t/m and 
Polarity to Brafs. Communicated by Mr. 
Baker, 

Dear Sir, 
Read Nov. 16, T70R fome time paft 1 have been 

* 7S X/ making experiments on the magne- 

tifm of brafs, and amongft many pieces that I have 
tried, find feveral that readily attracl: the needle; but 
whether they have had this property originally, or 
have received it by hammering, filing, clipping, or 
any other fuch-like caufe, I cannot yet determine. 

I have a very handfome compafs-box made of pure 
brafs, as far as I can judge : the needle being taken 
out, and placed upon a pin fixed properly in a board, 
and clear of all other magnetics, the box will attracl: 
this needle at half an inch diftance j and, if fuffered 
to touch, will draw it full po degrees from the north 
or fouth points ; and I think thofe parts of the box 
marked north and fouth attracl; the ftrongeft. The 
cover of the box alfo attracts the needle nearly as much 
a5 the box itfelf. 

As to your fuppofition, that iron may be mixed 
with the brafs, I do not know; but I have been in* 
formed it cannot be, as brafs fluxes with a much lefs 
degree of heat than iron, and iron naturally fwims on 
fluid brafs. Befides, many of the fpecimens of brafs 
I have tried were new as they came from the mill, 
where they were wrought into plates, and I prefume 

were 
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were not mixed*; yet thefe I have given the mag- 
netic virtue to, when they had it not $ and fome pieces 
of brafs, which naturally attract the needle, feem to 
the eye as fine a bright yellow as any other, and are 
as malleable as any I ever met with. 

Pieces of brafs without any magnetic power, by 
properly hammering and giving them the double 
tbuch, after Mr. Mitchel's method, I have made at- 
tract and repel the needle, as a magnet does, having 
two regular poles : and I now fend you one fuch piece 
of brafs, which I have thus made magneticai You; 
Will alfo receive a couple of needles, which I made 
myfelf after the late Zachary Williams's method, and 
a little ftand whereon to place them r the better to> 
jfhew how this magnetic bar attrads and repels the 
needle when properly applied ; for it muft be noted, 
that in making thefe experiments it is necefiary to em- 
ploy a very good needle, about 31. inches long, welL 
and tenderly fet. and not covered with glafs. 

You will obferve, when you try this bar,, that the 
feme poles repel- each other, and the contrary poles 
attract; which proves this piece of brafs to be indued 
with true magnetic virtue and polarity. However it 
tnuft be noted, that though the fame poles repel each 
other, yet, like natural magnets, in contact, or near- 
ly fo, they attract each other ; therefore when you- 
would ihew the repelling power of this brafs bar, you 
muft not bring it nearer the needle than -^ of an inch. 
Magnetic brafs does not attract iron, not even the 
leaft particle, fo far as I can find : whether this is 

* This refers to Mr. Baker's having fuppofed, that old rrcn 
and old b«afs may be mixt fometimes, and melted down together. 

owing 
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owing to the weaknefs of raagnetifm in the brafs, or 
to fome other caufe, I don't pretend to know. 

I have tried to infufe magnetic virtue into feveral 
pieces of copper, lead and pewter ; but all my en- 
deavours have not been able to make them attract the 
needle at all. Indeed, when I have held a piece of 
pewter, that I have tryed to make magnetical, to the 
needle, the needle would tremble, but not approach 
the pewter. 

I fend you another piece of brafs, whofe either end 
attracts either of the poles j this I have infufed the 
magnetic virtue into, and can at any time, fo as to 
attract and repel the needle j but, like fteel that is fet 
a low blue, it lofeth that polarity in a few hours; 
which may arife for its being too fhort for its weight, 
or from its different temper of hardnefs or foftnefs. 

A third piece I alfo fend you, which with all my 
endeavours I cannot make attract the needle in the 
leaft ; and yet I can perceive no difference between 
the appearance of this piece and that of thofe which 
do. 

Would fome ingenious man purfue thefe expert 
.ments, perhaps we might have needles made of brafs 
to act as ftrongly as fteel ones do, which would have 
the advantage of being lefs liable to ruft at fea than 
fteel ones are. 

But my whole defign was to fhew, that brafs is 
by no means a proper metal to make compafs-boxes 
of", or to be employed in any inftrument where mag- 
netifm is concerned. For as it is demonftrable, be- 
yond all contradiction, that fome brafs is found en- 
dued with a power of attracting the magnetic needle j 
that other pieces are capable of receiving it either by 

accident 
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accident or defign, (let it be from its being mixed 
with iron, or any other caufe whatever) brafs muft 
be a very improper metal for compafs-boxes, as it 
may occafion many fad and fatal accidents. 

Norwich, O&ob. 20th, 1758. 

It is well known, that brafs has been fometimes 
found to afFec"t and difturb the magnetic needle -, but, 
to give magnetifm and polarity to brafs, has not, that 
I have yet heard, been before attempted. I there- 
fore have taken the liberty to lay the above account 
before this Royal Society, and have alfo brought the 
pieces of brafs mentioned therein, which have been 
thus made magnetical. 

London, H. Baker. 

Nov. 15. 1759. 



CVII. An Account of the Sea Polypus, by 
Mr. Henry Baker, F.R.S. 

To the Right Honourable the Earl of Maccles- 
field, Prefident of the Royal Society. 

My Lord, 
Read Nov. 23, *■* now re turn the marine animal your 
175 " JL Lordfhip did me the honour to re- 
commend to my examination j which I find to be a 
fpecies of one kind of the Sea Polypi, mentioned by 
naturalifts ; but I think not very accurately defcribed, 

The kinds of Sea Polypi are underilood to be, 
Vol. 50. 5G Fir/?, 



